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Amendments to Claims 



(iif) 



1 . (Currently Amended) A laminate structure comprising: 

(i ) a substrate layer comprising a woven or non^oven material, 
0D a moisture vapor control .ayer comprised of a polymer film attached to said 
substrate and adjacent to said substrate, 

a tie layer comprising one or more copolymers comprising from about 30 to 
about 90 weight percent ethylene co-monomer units and from about 10 to 
about 70 weight percent vinyl acetate co-monomer units, said to layer 
being adjacent to said moisture vapor control layer such that said moisture 
vapor control layer is positioned between said substrate layer and said to 
layer, and 

(iv > a copolyetherester layer comprising one or more copolyetheresters in an 
amount of at least 50 weight percent based on the total amount of porymer 

in the layer, said copolyetherester containing layer being adjacent to sa,d 
tie layer and on a surface of the tie layer remote from the substrate layer, 

-rthr^ - n-nr ^i aC ent th e ropolvethereste^ ont ^inn layer on tte j 
.■.h** of th ' """n inyrr r™ *™ *™ 



and 



(vi) 



aseconisub^tr^^ 

^ afl cond substrate lay er bein g adjacent to the adhesive or 

P ^ nn «, Mirfa^ ^hesive or primer remote frorn the 
oopolyestexester^^ 

^ uufunal qjl Inynr if it ir ^e^^4^^^^ 

e^isi^aye^^^ o clc c tod from 

SK^^UIny ul a l.,y »'l ' «™ pnlynlr fin ^ n rt-a 

teyu ouihunoiiiU il t 10% pnlvr-ntef 
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wherein said laminate structure has an MVTRcas > MWR 8 ac, wherein the 
MVTRcas is the MVTR in the direction away from the ^^^ZuZ 
,ayer and tie layer and towards the substrate layer, and the MVTRsac -s the MVTR 
in the direction away from the substrate layer and towards the tie layer and 
copoloyetherester-containing layer. 

2 (Previously Presented) A laminate structure according to claim 1 , wherein the 
moisture vapor control layer is comprised of polyethylene, polypropylene, or a 
copolymer thereof comprising ethylene and/or propylene as the main repeafng 

units. 
3. (Cancelled) 

4 (Previously Presented) A laminate structure according to claim 1 wherein said 
moisture vapor control layer has a thickness of from 1 to 5 um. 

6 (Previously Presented) A laminate structure according to claim 1 wherein the 
thickness of the copolyetherester.layer is from about 12 um to about 30 um 
and the thickness of the tie layer is from about 1 um to about 5 um. 

6 (Original) A laminate structure according to claim 5 wherein the non-woven 
material comprises polyethylene, polypropylene, polyester or blends thereof. 

7 /p re viously Presented) A laminate structure according to claim 6 wherein the 
bonding strength between the substrate layer, the moisture vapor control layer, 
the tie layer and the copolyetherester-containing layer, measured according to 
ISO 241 1 , is at least 1 N/m. 

(Original) A laminate structure according to claim 7 wherein the tie layer 
comprises one or more copolymers comprising 67-77 weight percent ethylene 
co-monomer units and 23-33 weight percent, vinyl acetate co-monomer unrts. 

(Original) A laminate structure according claim 1 wherein the layer comprising 
the copolyetherester(s) contains at least 90 weight percent of the 
copolyetherester( S ) based on the weight of polymer in that layer. 



8. 



9. 
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10. (Cancelled) 

! . (Previously Presented) A laminate structure according to claim 1 wherein the 
ratio of MVTRcas / MVTRsac is at least about 1.5. 

12. (Cancelled) 

13. (Cancelled) 

14. (Cancelled) 

15. (Cancelled) 

16. (Cancelled) 

17. (Cancelled) 
18: (Cancelled) 

19. (Cancelled) 

20. (Cancelled) 

21. (Cancelled) 

22. (Previously Presented) A laminate structure according to claim 1 in which the 
second substrate layer comprises a non woven or woven material. 
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